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MacdpeieHHe otiiocmtch k qepHoA uerzjiAyp- 

xpoMitcrux « Apyrnx KOMiweKCHO-jierHpoBai!- 
hhx uepacaBeioiiiHX cra^eft, b tom Mucne jitrn- 

pOMHHUX THT3H0M. 

HaBecrrHhifi cjiocoG nojiyMCHHa HepjK8B«omefi 
xpOHCOAep»(au;eA ctsuih BimioiaeT a cetfa pac- 
BJiaaJieHHe ujhxtu, o6e3yraepo»(MBanHe pac- 
njiaaa, pacKHcneHHe, TierHpoBaHHe. h awnycK 

fWaBKH B KOBW OOA ne'pBHHHUM DJ^dKOM. B BflH- 

Hy no xoay' iuisbkh bbo^mt okmcjiu Mapraaaa. 
OcHOBHOCTb uLnaKa nepcji BbinycKOM JUiaBKH hs 
ne«H yB6JiH4HBax)T nyreM npkcaiiKH Maprawue- 
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BbinycK wiaBKH ocyiuecTBJiaK)^ tien6tt#ittteti+ 
no b ctaviepaajiiiBO'fHijid KoamnpH ocndaVoCTH 
WJiaKa we ueaec 1.3 c oxoibBpeiieHHfcm jienrpo- 

aa H H€U MCTflJJJia THtaHOM. 

Bun/iasKa cravjx no HOBOMy cnocody aamiiCJ- 
werca a .oieflyioiueM. B craienjiaaiuiM^) 
neqb aarpyxcam McraajiH^ecKyio 'mny^-xw'- 
Mpflyio py A y, okboiu hjih Kap6oHaThi Mapranud 
ftocROBHue uuiaKoo6pa3yioiuHe MaT^pHanw. 3a- 
rtu b oCmuhow nopmuce paciuiaBji»iOT h <X5eayr- 
Jiepo»t«BaiOT pacanaB. flpa »tou 



- — opojiyBKy 

jnpOHSBOiWT KHCJIOpOAOM H^H ^MeCbBO KHOIODO- 



,3| 



CD 

an 
> 

s 

r- 
m 

o 
O 

5 



HoroarperaTa ' T 1 ' ,.„^ P ' a , ' " ajw,3a "R 06 ""mm. 

•An aroro B, <B au„y ao pacK„o,e>iH fl bbo^t ' Z^^^m*^***- 




MCI 





03 

I 



3 



•i.v " 



|?.V/>y^;'-^--:;- v-r:^-*;^;:^^: V--.- ' 



• 1 *^»';>.' % ' 



l, ul ... rjl - 'Hptt* 4fitJC'.>^ JlOAMi^ 



[see English abstract-separate page] 



Union of Soviet 
Socialist 
Republics 


c 01? r^TT?ir* a xiriiv 
or ILI^lr 11^ A i 1U1> 


(1 I) JjUoJJ 


OF INVENTOR'S 
CERTIFICATE 




[state seal] 


Dependent on Inventor's Certificate No. 


[stamp] 

[illeg.] LIBRARY 

[illcg.] AND INVENTION 

APRIL 4, 1973 




Applied June 26, 1970 (No. 1456472/22- 
2) with the attachment of application No. 


Int. Cl.C2lc5/52 


State Committee of the USSR 

Council of Ministers 
on Inventions and Discoveries 


Priority - 

Published September 13, 1972. Bulletin 
No. 27 \ 
Publication date of specification 
September 20, 1972 


UDC 669.054 (088.8) 



Inventors I. D. Donets, L. F. Kosoy, S. G. Vonnoy, N. A. Tulin, N. F. Bastrakov, Yu. A. 

Kholodov, and A. I. Markedov 
Applicant L P. Bardin Central Scientific-Research Institute of Ferrous Metallurgy 



(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1 .3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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